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(54) Ink-jet recording medium containing alumina hydrate, manufacturing process thereof, and 
image forming method 

(57) A recording medium comprising on a base 
material an ink-receiving layer containing an alumina 
hydrate, said ink-receiving layer being formed by apply- 
ing a coating liquid containing said alumina hydrate to 
said base material followed by drying to form a layer to 
be said ink-receiving layer, swelling said layer to be said 
ink-receiving layer again, and pressing the swollen layer 
to a heated mirror-finish drum for drying, the glossiness 
of the surface of the recording medium on the side of 
the ink-receiving layer as measured at 20° being 20% or 
more. 
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D scription 

BACKGROUND OF THE INVENTION 
Field of the Invention 

[0001] The present invention relates to a recording medium suitable for forming a print (printed matter) having tex- 
ture or image quality comparable to that of a silver halide photograph by applying liquid droplets of ink to a recording 
medium with an ink-jet recording process or the like; andean image forming method using the medium. 

Related Background Art 

[0002] In an ink-jet recording process, images or characters are recorded by ejecting minute droplets of a recording 
liquid such as ink based on various operation principles, then making them adhere to a recording medium such as 
paper. This process is characterized by quiet operation at high speed, facilitation of multi-color printing, high adaptability 
of a recording pattern and no need for development. The ink-jet recording process has become popular rapidly, 
because its application to an output part of an information apparatus such as copying machines, word processors, fac- 
similes or plotters, as well as to a printer itself, is proceeding. In recent years, digital cameras, digital videos, scanners 
or the like of high performance have been provided at a low cost. Owing to such circumstance, together with the spread 
of personal computers, printers employing an ink-jet recording system for outputting an image information obtained by 
such apparatuses has come to be used preferably. Under such situations, there is a demand for easy output of an 
image, which is comparable to a silver-salt photograph or multi-color print using plates, through an ink-jet recording sys- 
tem. 

[0003] In order to satisfy such demand, improvements in the structure of a printer itself or printing system, such as 
increase of the recording speed, heightening of resolution and full coloration, have been conducted; in addition, 
improvements in the structure or properties of a recording medium are under brisk investigation. 
[0004] As for a recording medium used for ink-jet recording, a variety of forms have been proposed. For example, 
disclosed in Japanese Patent Application Laid-Open No. 52-9074 is a recording medium which comprises, as an ink- 
receiving layer, a void-containing layer composed mainly of a silica pigment having a large specific surface area, 
whereby an improvement in the ink absorbing speed is intended; and in Japanese Patent Application Laid-Open No. 
63-22997 disclosed is a recording medium obtained by adjusting the void of a pigment layer constituting an ink-receiv- 
ing layer. In Japanese Patent Application Laid-Open Nos. 55-51583 and 56-157, described is a recording medium com- 
prising amorphous silica powder, said amorphous silica powder being added in order to heighten ink absorptivity of an 
ink-receiving layer, thereby providing a print dot having a high print density and free of ink bleeding. 
[0005] As for a material used for the ink-receiving layer of a recording medium, an alumina hydrate has recently 
drawn attentions. Disclosed in U.S. Patent Nos. 4879166 and 5104730, and Japanese Patent Application Laid-Open 
Nos. 2-276670, 4-37576 and 5-32037 is a recording medium comprising, as an ink-receiving layer, a layer containing 
an alumina hydrate of a pseudo-boehmite structure, while disclosed in Japanese Patent Application Laid-Open No. 10- 
94754 is a recording medium comprising an ink-receiving layer having alumina hydrate particles incorporated therein 
In Japanese Patent Application Laid-Open No. 6-79967, a recording medium obtained by casting an alumina-hydrate- 
containing layer is disclosed as a measure for attaining both high ink absorptivity and high glossiness. 
[0006] In Japanese Patent Application Laid-Open No. 1 1-1060, disclosed is a recording medium obtained by suc- 
cessively disposing a porous layer containing barium sulfate and then a layer containing an orientation-free alumina 
hydrate on a base material. This recording medium has an increased ink absorption rate so that generation of beading 
can be prevented and at the same time, has excellent print quality. 

[0007] As for a manufacturing process of a recording medium by using a pigment having ink absorptivity as 
described above, disclosed in Japanese Patent Application Laid-Open No. 6-79967 is a process of applying a pigment- 
containing layer onto a fibrous base material which has high absorptivity, low smoothness and low denseness by cast- 
ing, so that ink absorptivity is increased to carry out recording of an image at a high resolution in a short time. An ink- 
jet recording medium obtained by the above-described process, however, inevitably swells because the printed portion 
of the base material absorbs ink. As a result, the surface smoothness of the recording medium and the glossiness 
obtained by casting decrease. 

[0008] There are attempts to heighten ink absorptivity by using a pigment having a large pore volume to form a 
structure having a large number of voids for absorbing and retaining ink, or using an ink-absorptive high-molecular 
material. In many cases, however, cloudiness caused by irregular reflection occurs inside of the ink-receiving layer so 
that a desired image density or glossiness is not attained. Thus, the above-described attempts tend to fail in obtaining 
texture, image density, saturation or glossiness comparable to that of a silver halide photograph. In addition it is the 
present situation that in many cases, a layer for ink absorption (ink-receiving layer) must be formed thick for attaining 
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sufficient image density or saturation, which necessarily increases the cost of each of the material and the manufactur- 
ing process. 

SUMMARY OF THE INVENTION 

5 

[0009] An object of the present invention is to provide a recording medium which is suitable for use in an image 
forming process employing a recording process, such as ink-jet recording process, in which recording is carried out by 
applying a recording liquid to a recording medium and which makes it possible to produce a print (printed matter) having 
texture or image quality comparable to that of a silver-salt photograph; a manufacturing process thereof; and an image 

w forming method using the recording medium. 

[0010] The recording medium of the present invention which can attain the above-described object is a recording 
medium comprising, on a base material an ink-receiving layer containing an alumina hydrate, wherein said ink-receiving 
layer is formed by applying a coating liquid containing said alumina hydrate to said base material followed by drying to 
form a layer to be said ink-receiving layer, swelling said layer to be said ink-receiving layer again, and pressing the swol- 

15 len layer to a heated mirror-finish drum for drying; and glossiness of the surface of the recording medium on the side of 
the ink-receiving layer as measured at an angle of 20° is 20% or more. 

[0011] The manufacturing process of a recording medium according to the present invention comprises the steps 
of applying a coating liquid containing an alumina hydrate to a base material followed by drying to form a layer to be an 
ink-receiving layer, swelling said layer to be said ink-receiving layer again, and pressing the swollen layer to a heated 
20 mirror-finish drum for drying to form said ink-receiving layer so that the 20° glossiness of the surface of said recording 
medium on the side of said ink-receiving layer is adjusted to 20% or more. 

[0012] The image forming method according to the present invention comprises applying ink to the ink-receiving 
layer of the above-described recording medium, thereby forming an image. 

[0013] The present invention makes it possible to form an image having texture and image quality comparable to 
25 those of a silver halide photograph, because a markedly high glossiness as high as 20% or more as measured at an 
angle of 20° can be imparted to the surface of a recording medium on which an image is to be formed. Moreover, the 
present invention makes it possible to provide, easily and at a high speed, a print image which has high resolution and 
good quality, and at the same time has texture and image quality comparable or superior to those of a silver halide pho- 
tograph, when a digital camera or the like is selected as an input system and an ink-jet recording system is employed 
30 as an output system. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0014] 

35 

FIG. 1 is a schematic view illustrating orientation of a fibrous alumina hydrate in a coated layer. 
FIG. 2 is a schematic view illustrating orientation of a plate-like alumina hydrate in a coated layer. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

40 

[0015] The recording medium according to the present invention is composed of a base material and an ink-receiv- 
ing layer disposed thereon, and an image is recorded on the ink-receiving-layer disposed side of the recording medium. 
The ink-receiving layer is formed as a porous layer containing an alumina hydrate in which a recording liquid fed from 
a recording apparatus is absorbed. 
45 [0016] As for the base material for the formation of the ink-receiving layer, that having at least a fibrous substrate 
composed mainly of a wood pulp and a filler can be used, which includes paper subjected to proper sizing and sizing- 
free paper. To provide the recording medium with high glossiness in the present invention, it is desired to form a surface 
layer by applying, together with a binder, an inorganic pigment containing at least barium sulfate to the fibrous sub- 
strate. 

50 [0017] It is desired to use a fibrous substrate having a basis weight of 120 g/m 2 or more, more preferably 150 to 
180 g/m 2 and having a Stokigt sizing degree of 100 seconds or more, more preferably 200 seconds or more in order to 
impart the recording medium with texture comparable to that of a silver halide photography. By using such fibrous sub- 
strate, it is possible to produce a recording medium of even A4 or A3 size without losing excellent appearance. 
[0018] When a barium-sulfate-containing surface layer is disposed on the fibrous substrate in the present invention, 

55 the surface layer may be formed mainly from barium sulfate and a binder. Barium sulfate with impurities removed there- 
from as much as possible is preferred, because such barium sulfate improves brightness and light fastness of the sur- 
face of the resulting recording medium. In addition, barium sulfate having an average particle size effective for 
improving smoothness of the surface, glossiness and solvent absorptivity is desired. The average particle size of bar- 
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ium sulfate preferably ranges from 0.4 to 1 .0 urn, and more preferably ranges from 0.4 to 0.8 urn. By setting the average 
particle size within the above-described range, a recording medium imparted with better brightness, glossiness and sol- 
vent absorptivity can be obtained. If necessary, smoothening treatment such as super calendering may be conducted. 
[0019] The recording medium imparted with such properties can be obtained because the barium-sulfete-contain- 
ing surface layer has a markedly high reflectance owing to its high brightness and reflective index. Moreover the base 
material is able to have improved surface smoothness by incorporating barium sulfate in its surface layer. The incorpo- 
ration of barium sulfate is effective against minute waviness on the surface of the base material. It can suppress minute 
wavmess effectively, making it possible to impart the surface with greater glossiness. Any material capable of satisfying 
the above-described conditions can be used instead of barium sulfate. 

[0020] In addition, by using a base material obtained by forming a barium-sulfate-containing surface layer on such 
dense fibrous substrate, it is possible to prevent a twist caused by swelling of an ink-absorbed portion of the substrate 
upon printing, thereby producing an image without impairing the glossiness attained by casting or the like. 
[0021] There is no particular limitation imposed on the binder for binding barium sulfate insofar as it is a polymeric 
molecule having a binding capability. Examples of such binder include synthetic polymeric molecules such as polyvinyl 
alcohol, vinyl acetate, oxidized starch, etherified starch, casein, gelatin, soybean protein, styrene-butadiene latex pol- 
yvinyl acetate, polyacrylate esters, polyesters and polyurethanes. These binders may be used either singly or in com- 
bination as needed. The weight ratio of barium sulfate to the binder preferably falls within the range of 10:0 7 to 1010 
more preferably within the range of 1 0:5 to 1 0: 1 . 

[0022] Among the above-exemplified binders, gelatin is particularly preferred, because the refractive index of gela- 
tin is close to that of barium sulfate, which makes it possible to effectively reduce the reflection at the boundary of these 
two substances, thereby heightening the 20° glossiness of the resulting recording medium. Any gelatins subjected to 
any treatment such as acid treatment or alkali treatment may be used. When barium sulfate is used in combination with 
gelatin, in other words, they are used as a so-called baryta layer, it is preferred to add gelatin in an amount of 6 to 12 
parts by weight based on 100 parts by weight of barium sulfate. In this case, a crosslinking agent for gelatin such as 
chromium sulfate, chrome alum, formalin or triazine can be used if necessary. The crosslinking agent is preferably 
added in an amount of 0.2 to 4 parts by weight based on 100 parts by weight of gelatin. As for the crosslinking agent 
chromium alum is preferred for its handling ease. 

[0023] The barium-sulfate-containing surface layer can be formed by applying, to a surface of a substrate on which 
the surface layer is to be formed, a coating liquid obtained by adding barium sulfate, together with a binder if necessary 
to a suitable solvent such as water and dispersing the former in the latter, followed by drying. 
[0024] The coating amount of the barium-sulfate-containing surface layer preferably falls within the range of 1 0 to 
40 g/m in order to impart the recording medium with sufficient absorptivity of a solvent component of ink and to impart 
it with necessary smoothness. Although no particular limitation is imposed on the coating or drying method upon for- 
mation of the barium-sulfate-containing surface layer itself, it is preferred to conduct surface smoothing treatment such 
35 as super calendering as a finishing step. 

[0025] Elution, from the barium-sulfate-containing layer, of the component of the layer upon formation of an ink- 
receivmg layer can be prevented by heat treatment, combined use of a thermosetting resin and acetal-introducing treat- 
ment, chemical reaction by a hardening agent or the like treatment. The coating liquid for the ink-receiving layer 
becomes cloudy due to the elution of the component of the barium-sulfate-containing layer therefrom upon formation of 
an ink-receiving layer on the barium-sulfate-containing layer. This adversely affects the transparency of the ink-receiv- 
ing layer and drying properties during the formation process, which tends to cause defects such as lowering in the sur- 
face properties and cracks. In order to eliminate such defects, the above-described treatment is recommended 
0026] To the coating liquid, an additive such as a dispersant, thickener, pH adjuster, lubricant, fluidity modifier sur- 
factant, antifoaming agent, waterproof imparting agent, mold releasing agent, fluorescent brightener, ultraviolet 
absorber and antioxidant may be added within an extent not losing the advantages of the present invention 
[0027] When a base material having a barium-sulfate-containing surface layer is employed, brightness, smooth- 
ness or the like of the recording medium tends to be defined from this surface layer so that it is preferred to set the 
brightness and Beck smoothness of the barium-sulfate-containing surface layer to attain a whiteness of 87% or more 
and a Beck smoothness of 400 seconds or more on the ink-receiving layer side of the finished recording medium 
Excessively high smoothness happens to deteriorate the absorption of the solvent component in the recording liquid so 
that , r , preferred to set the Beck smoothness of the surface of the recording medium to 600 seconds or less, more pref- 
erably 500 seconds or less. K 

SSL-h!", 1 ? diti °« , .u ttle b f e materia ' h8Vin9 hiQh 938 P ermeabilit V is Purred. When the base material has low gas 

S^U? ^ n ° l denSe S ° th3t thS b3Se material becomes wet b V absorbi "9 ink "P°" Prin«ng 
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1) a high ink absorption rate without causing excessive bleeding, 

2) a high print density and coloring ability, and 

3) excellent weatherabiliy, 

and being capable of forming an ink-receiving layer having a predetermined glossiness as described above can be 
5 employed. 

[0030] As for such alumina hydrate, those represented by the below-described formula are preferred. 

Al203- n (OH) 2 n * mH 2 0 

10 

wherein, n stands for an integer of 1 , 2 or 3 and m stands for 0 to 1 0, preferably 0 to 5, with the proviso that m and n do 
not stand for 0 at the same time. 

Since mH 2 0 tends to represent an eliminative water phase which does not take part in the formation of an mH 2 0 crystal 
lattice, m may be an integer or not. When such material is heated, m may reach 0. An alumina hydrate can usually be 
15 prepared, for example, by a known process such as hydrolysis of an aluminum alkoxide or hydrolysis of sodium alumi- 
nate as described in U.S. Patent No. 4242271 or 4202870, or a process as described in Japanese Patent Publication 
No. 57-44605 wherein an aqueous solution of sodium aluminate or the like is neutralized by the addition of an aqueous 
solution of aluminum sulfate or aluminum chloride. 

[0031] Rocek. et al. {"Collect czech Chem Commun", 56, 1253-1262(1991)) reported that the porous structure of 
20 an alumina hydrate is influenced by any one of precipitation temperature, pH of the solution, aging time or surfactant 
added. It is known that among alumina hydrates there are a ciliary-pseudo-boehmite and a non-ciliary one as described 
in the literature (Rocek J., et al., Applied catalysis, 74, 29-36(1991). 

[0032] The alumina hydrate usable in the present invention preferably has a plate shape having an average aspect 
ratio of 1 to 4. The conventionally employed fibrous alumina hydrate tends to show parallel orientation (FIG. 1) relative 

25 to the surface of a base material upon coating so that pores formed tend to become comparatively small. Casting for 
imparting the resulting ink-receiving layer with desired surface glossiness tends to lower absorptivity, though not so 
much compared with calendering or the like. An alumina hydrate in the plate form, on the other hand, has a slight ten- 
dency to undergo orientation in a certain direction via coating (FIG. 2) so that the pore size can be formed without being 
influenced by a coating method. Even casting therefore has almost no influence on the absorptivity. Here, the aspect 

30 ratio of the particle is calculated by dividing the major-axis diameter by the minor-axis diameter. 

[0033] When in such a structure as illustrated in FIG. 1 , addition of water by re-wet casting is not so effective for the 
rearrangement of crystals so that a large amount of water must be added for casting. Accordingly, a fibrous base mate- 
rial having a low denseness is required as the base material. 

[0034] In a structure as illustrated in FIG. 2 wherein partially oriented crystals gather at random, on the other hand, 

35 even a small amount of water enters into a space of the random structure upon re-wetting and swells the ink-receiving 
layer, so that rearrangement of crystals tend to occur. In this case, accordingly, it is possible to use a dense base mate- 
rial, and by using it, a glossy medium with less scattered light on the surface of an ink-receiving layer is available. 
[0035] The alumina hydrate of the present invention preferably has a BET specific surface area ranging from 70 to 
300 m 2 /g, more preferably 1 00 to 1 60 m 2 /g. With the BET specific surface area smaller than the above-described range, 

40 the pore size distribution tends to be on larger pores, which happens to prevent sufficient absorption and fixation of a 
dye in ink. In addition, color density happens to be deteriorated due to irregular reflection in the internal pore. With the 
BET specific surface area larger than the above-described range, on the other hand, coating of the alumina hydrate with 
good dispersibility cannot be achieved, thereby sometimes making it impossible to adjust the pore size distribution and 
to provide sufficient absorptivity. 

45 [0036] In addition to the above-described properties such as transparency, glossiness and fixing ability of a coloring 
agent, such as dye, in a recording liquid, the alumina hydrate which does not produce defects, such as cracks, upon 
formation of an ink-receiving layer and has good applicability is preferred. From such viewpoints, an alumina hydrate 
prepared by the above-described known process or selected from the commercially available products such as Disperal 
HP13 (trade name; product of CONDEA) can be used as a component material of an ink-receiving layer. 

so [0037] For the formation of an ink-receiving layer in the recording medium of the present invention, a binder can be 
employed as needed. As the binder usable in combination with the alumina hydrate, a water-soluble polymeric molecule 
can be used. Specific examples include polyvinyl alcohol or modified polyvinyl alcohol; starches or modified starches; 
gelatin or modified gelatin; gum arabic; cellulose derivatives such as carboxymethyl cellulose, hydroxyethyl cellulose 
and hydroxypropylmethyl cellulose; conjugated-diene copolymer latex such as SBR latex, NBR latex and methyl meth- 

55 acrylate-butadiene copolymer; functional-group-modified polymer latex; vinyl copolymer latex such as ethylene-vinyl 
acetate copolymer; polyvinyl pyrrolidone; maleic anhydride or copolymer thereof; and acrylate copolymers. These bind- 
ers may be used either singly or in combination. 

[0038] The mixing ratio of the alumina hydrate to the binder can be preferably selected freely from the range of 1:1 
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to 25:1, more preferably from the range of 5:1 to 10:1 , each in weight ratio. By setting the amount of the binder within 
the above-described range, mechanical strength of the ink-receiving layer can be heightened further, cracks and parti- 
cle-falling can be prevented upon formation of the ink-receiving layer, and the pore volume can be maintained suitable. 
[0039] To the coating liquid for the formation of the ink-receiving layer, it is possible to add, in addition to the alumina 
5 hydrate and binder, an additive such as a dispersant, thickener, pH adjuster, lubricant, fluidity modifier, surfactant anti- 
foammg agent, water-proof imparting agent, mold releasing agent, fluorescent brightener, ultraviolet absorber and anti- 
oxidant within an extent not losing the advantages of the present invention. 

[0040] In the recording medium of the present invention having an ink-receiving layer, the ink receiving layer can be 
formed on the base material by applying a dispersed solution containing the above-described alumina hydrate to the 
w base material by a coating apparatus, followed by drying. No particular limitation is imposed on the coating method but 
ordinarily employed one can be adopted which uses a blade coater, air knife coater, roll coater, curtain coater,' bar 
coater, gravure coater, die coater or spraying apparatus. A coating amount of the coating liquid upon formation of an 
alumina-hydrate-containing ink receiving layer is preferably 30 g/m 2 or less, more preferably 20 to 30 g/m 2 in terms of 
a dry solid content, because the fixing property of the coloring component in a recording liquid such as dye and smooth- 
es ness of the ink-receiving layer need to be improved. Calcination may be conducted as needed after formation of the ink- 
receiving layer. 

[0041] Glossiness-imparting treatment to the surface side of the ink-receiving layer of the present invention is pref- 
erably conducted by re-wet casting method. In accordance with this re-wet casting method, a layer to be the ink-receiv- 
ing layer formed by coating followed by drying is made wet and swell again (swelling step) with hot water or the like and 
then the wet-surface of the resulting layer is dried by pressing it to a heated mirror-finish drum, whereby the ink-receiv- 
ing layer is formed. As a result, the ink-receiving layer has strong glossiness on its surface. The reason why this method 
is preferred is because when the base material is dense, evaporation of the water from the reverse side (on the side of 
the drum) is markedly limited upon pressing of the ink-receiving layer to a mirror-finish drum to dry it, but wetting of the 
ink-receiving layer requires only a small amount of water in the re-wet casting method. 

[0042] For the present invention, the glossiness on the surface side of the ink-receiving layer is measured at 20° 
which is an angle close to that when people see a recording medium. The conventional recording medium exhibits suf- 
ficient glossiness as measured at an angle of 60°, but this standard is accompanied with the problems to be dissolved 
in the texture or image quality comparable to those of a silver halide photograph. This is because the conventional 
recording medium does not have sufficient glossiness at an angle from which people see a recording medium The sur- 
face on the ink-receiving layer side of the recording medium of the present invention has glossiness of 20% or more as 
measured at 20° in accordance with JIS-Z8741 , and in addition, almost no difference in glossiness is observed between 
the printed part and not printed part. Since the ink-receiving layer is mainly composed of alumina hydrate, fixation of a 
dye is improved due to the positive charge of the alumina hydrate, and therefore the recording medium of the present 
invention has excellent color reproducibility and sufficient ink absorptivity. As a result, the recording medium of the 
present invention can produce an image with sufficient texture and image quality comparable to those of a silver-salt 
photograph. Moreover, owing to the glossiness on the surface side of the ink-receiving layer, the image thus formed has 
texture and image quality comparable to those of a silver-salt photography, even observed at any angle Particularly, a 
glossy medium with less scattered light on the surface of the ink-receiving layer is available by using a base material 
obtained by forming a barium-sulfate-containing layer on a dense fibrous substrate having a sizing degree of 100 sec- 
onds or more. ■ ~ 

[0043] Since the ink-receiving layer of the recording medium of the present invention is porous in spite of having 
high glossiness as described above, blocking does not occur easily even if plural recording media are held to be stacked 
each other with the ink-receiving layer inside; and in addition, fingerprints do not remain easily on the image-formed 
layer even in the case of direct contact to the image by fingers. Thus, the recording medium of the present invention is 
improved in handling ability and storage properties. 

[0044] The recording medium of the present invention further comprises a layer (back coat layer) on the reverse 
side (the side opposite to the ink-receiving-layer-disposed side) of the base material for preventing the generation of 
curling upon recording. This back coat layer serves to prevent occurrence of curling due to a difference in elongation or 
shrinkage between the base material and ink receiving layer depending on humidity, and preferably undergoes a similar 
change (shrinkage) to the ink-receiving layer on the surface side of the base material upon humidity absorption This 
back coat layer can be formed, for example, from an alumina-containing layer. Examples of the alumina include, but not 
limited to, boehmite, pseudo-boehmite, ^alumina, and 9-alumina. 

[0045] Upon formation of a back coat layer, a binder can be used as needed. As a binder usable in combination with 
an alumina, a water-soluble polymeric molecule can be used Specific examples include polyvinyl alcohol or modified 
po^vmyl alcohol; starches or modified starches; gelatin or modified gelatin; caseins or modified caseins; gum arabic- 
cellulose derivatives such as carboxymethyl cellulose, hydroxyethyl cellulose and hydroxypropylmethyl cellulose- con- 
jugated-diene copolymer latex such as SBR latex, NBR latex and methyl methacrylate-butadiene copolymer- func- 
tonal-group-modified polymer latex; vinyl copolymer latex such as ethylene-vinly acetate copolymer- polyvinyl 



20 



25 



30 



35 



6 



J 

EP 1 080 938 A2 

pyrrolidone; maleic anhydride or copolymer thereof; and acrylate copolymers. These binders may be used either singly 
or in combination. 

[0046] The alumina and binder are preferably mixed at a weight ratio selected freely from the range of from 1:1 to 
25:1, more preferably the range of from 5:1 to 10:1. The amounts of the binder within the above-described range brings 
5 about a more improvement in curling preventive properties and in mechanical strength of the back coat layer. It is pos- 
sible to add, to the back coat layer, an additive such as a dispersing agent, thickener, pH adjuster, lubricant, fluidity mod- 
ifier, surfactant, antifoaming agent, water-proof imparting agent, mold releasing agent, fluorescent brightener, ultraviolet 
absorber or antioxidant within an extent not impairing the advantages of the present invention. 
[0047] For the recording medium of the present invention having a back coat layer, the back coat layer is formed on 
w the base material by applying a dispersed solution containing the above-described alumina to the base material by a 
coating apparatus and then drying. No particular limitation is imposed on the applying method, but an ordinarily 
employed one which uses a blade coater, air knife coater, roll coater, curtain coater, bar coater, gravure coater, die 
coater or spraying apparatus can be used. A coating amount of the coating liquid upon formation of an alumina-contain- 
ing back coat layer is preferably 5 to 25 g/m 2 or less, more preferably 10 to 20 g/m 2 in terms of a dry solid content. Cal- 
ls cination can be conducted as needed after formation of the back coat layer. By forming such back coat layer, a 
possibility of generation of curling upon recording can be avoided. Moreover, writing properties with writing utensils 
such as a pencil, fountain pen, ball point pen or felt pen on the reverse side of the recording medium is improved by the 
disposal of an alumina back coat layer. 

[0048] For the formation of an image on the recording medium of the present invention, conventionally known water 
20 inks can be used. For the present invention, an ink containing an anionic compound such as anionic-group-containing 
water-soluble dye is preferably used. Examples of the water-soluble dye usable here include those having an anionic 
group such as sulfonic group or carboxylic group, such as water-soluble direct dyes, acid dyes and reactive dyes. Such 
water-soluble dye is incorporated in the conventional ink usually in an amount of about 0.1 to 20 wt.%, which also 
applies to the present invention. For the present invention, a solvent such as water or a mixed solvent of water with a 
25 water-soluble organic solvent is preferred as a solvent for water ink; a solvent of water with a water soluble solvent 
which contains as the water-soluble organic solvent, a polyhydric alcohol having ink-drying-preventive effects is partic- 
ularly preferred. 

[0049] No particular limitation is imposed on the ink-jet recording system employed for the formation of an image 
by ink-jet recording; examples include an piezoelectric-element employing system and a heater-element employing 
30 system. 

Examples 

[0050] The present invention will hereinafter be described by Preparation Examples and Examples. 

35 

Preparation Example 1 

[0051] Disperal HP13 (trade name; product of CONDEA) was mixed as Alumina hydrate A in pure water, whereby 
a dispersion having a solid content of 5 wt.% was obtained. Hydrochloric acid was then added to the resulting disper- 

40 sion to adjust its pH to 4, followed by stirring for a while. Under stirring, the dispersion was heated to 95°C and it was 
maintained at that temperature for 2 hours. Caustic soda was then added to the dispersion to adjust its pH to 10 and 
stirring was continued for 8 hours. Eight hours later, the temperature of the dispersion was decreased to the room tem- 
perature and its pH was adjusted to 7 to 8. Then, the dispersion was desalted, followed by deglueing by the addition of 
acetic acid, whereby a colloidal sol was obtained. As a result of X-ray diffraction of Alumina hydrate B obtained by drying 

45 the resulting colloidal sol, it has been found that Alumina hydrate B had a pseudo-boehmite structure. At that time, the 
BET surface area was 138 m 2 /g. 

[0052] Polyvinyl alcohol PVA 1 17 (trade name; product of Kuraray) was dissolved in pure water, whereby a 9 wt.% 
solution was obtained. The colloidal sol of Alumina hydrate B was concentrated to yield its 17 wt.% solution. The colloi- 
dal sol of Alumina hydrate B and the polyvinyl alcohol solution were mixed by stirring so as to adjust the ratio of the solid 
50 content of the alumina hydrate to the solid content of the polyvinyl alcohol to 10:1 in weight ratio, whereby the corre- 
sponding dispersion was obtained. 

[0053] The resulting dispersion was applied to the baryta layer (barium-sulfate-containing layer) of the base mate- 
rial (Beck smoothness of 420 sec and brightness of 89%) to give a dry thickness of 30 g/m 2 by die coating, whereby a 
recording medium 1 having an ink-receiving layer on the baryta-contain ing-layer was formed. As the above-described 
55 base material, employed was that obtained by applying a baryta composition composed of 100 parts by weight of bar- 
ium sulfate and 10 parts of gelatin to a fibrous substrate having a base weight of 150 g/m 2 and a : stokigt sizing degree 
of 200 seconds, followed by calendering treatment. 
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Example 1 



m21 1 A J eco " lin9 D mediu "! 2 " as obtained ^ subjecting the surface of the ink-receiving layer of the recording 
medium 1 obtained in Preparation Example 1 to re-wet casting treatment with hot water (80°C) by using a re-wet cast 
coaier . 



10 



15 



Preparation Example 2 

52L m S ? diUm a 'T in f l ! W3S 3dded t0 3 4 Wt % aluminum chloride solution to adjust its P H to 4. While stirring the 

Z to ^lZ*T2r C T ^ C ° n,inUed for 3 WhNe - Then ' sodium aluminate - a ^ 
again to adjust its pH to 10. While maintaining the temperature, aging reaction was conducted for 40 hours Then the 

temperature of the resulfng dispersion was decreased to the room temperature and rts pH was adjusted to 7 to 8 ?hen 

TJl^Z" T i0 , deSa ' tin9, fo " 0Wed by de9 ' ueing by the addition of acetic acid . hereby a colloidal soi 

been £S£ J2f ^''j? 9 5° lo ' dal so1 was dried <° obtain Alumina Hydrate C. As a result of X-ray diffraction, it has 
been found that Alumina Hydrate C had a pseudo-boehmite structure. At thattime. the BET surface area was 158 m 2 /g 

oSaTed ,reated in 3 Sim " ar manner 10 PreParati ° n EXamp ' e 1> Whereby a recordin 9 medium 3 ™ 



20 



25 



30 



35 



40 



45 



50 



55 



Example 2 

[0056] A recording medium 4 was obtained by subjecting the recording medium 3 obtained in Preparation Example 
2 to re-wet casting treatment in a similar manner to Example 1 . p 
JEUd The 20 ° g'°ssiness with respect to the ink-receiving layer side of each of the recording media obtained in the 
above Preparation Examples and Examples was measured using a digital varied-angle glossmeter (Suga Tester Co 

eli oH h JIS : P8142 - reSU ' tS are Sh0Wn in Table V 0n the 9 ' 0SS surface ink-receiving layer of 

^—^SSJ^^ ima9e aCC ° rdin9 ,0 the P hot ° 9ra P hic information was printed using an inkjet printer 
(trade name: BJF-8500", manufactured by CANON Inc.), resulting in the formation of an image having texture or image 
quality comparable to a silver halide photograph. 9 



Table 1 





Recording medium 


20° glossiness 


Preparation Example 1 


1 


8% 


Example 1 


2 


26% 


Preparation Example 2 


3 


10% 


Example 2 


4 


28% 



Example 3 

[0058] Polyvinyl alcohol "PVA1 1 7" (trade name, product of Kuraray) and ^alumina (average particle size of 1 5 „m» 

z:z:jtz7 wei9 k ra,io of 100:15 in terms ° f a s ° ,id a JhZE£r.ls 

T of 12 % was obtained. The resu.ting water dispersion was applied to the reverse side (the LrfaL ODDOSrte 

bv dninn TT ^ ^ reC ° rdin9 mediUm 2 0btained h Exam P le 1 * a dr V mating foTwed 
by drying, whereby a recording medium 5 having a back coat layer was obtained * ,to '° Wed 

Cmi .Hi EV6 !1 Wh6n | ne , recordin9 medium 5 wa s allowed to stand at 35°C and a humidity of 90%, it was almost free 
Sng S mine" 5 " addft, '° n ' " P ° SSib ' e * ^ 0rt °" the ^ »• ba <* ZS££ 

Example 4 

i°S r a J he recordin9 medium 5 P re P ara ° Example 3 was cut into a post card size of 1 00 mm x 148 mm wherebv 
sun£ IZ aper t was ° blM An ima 9* wording to photographic information or the like was printed Ton toe gtoss 

suSe o the ba^H 3 ^ ° n ?** a " ink - reC6iVin9 ^ h3d been dis P° sed ' wni,e a " ad ^ass was printed on toe 
surface of the back coat layer on the reverse side of the post card paper, each by an ink-jet printer ("BJF 8500" t Jd! 
name; manufactured by CANON Inc.). As a result, an image having texture J m JiX ^l^ a 2£ 
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halide photograph was formed on the gloss surface, while a clear address print without bleeding was obtained on its 
reverse side, suggesting that it was suitable for use as a post card paper 

[0061] A recording medium comprising on a base material an ink-receiving layer containing an alumina hydrate, 
said ink-receiving layer being formed by applying a coating liquid containing said alumina hydrate to said base material 
5 followed by drying to form a layer to be said ink-receiving layer, swelling said layer to be said ink-receiving layer again, 
and pressing the swollen layer to a heated mirror-finish drum for drying, the glossiness of the surface of the recording 
medium on the side of the ink-receiving layer as measured at 20° being 20% or more. 

Claims 

10 

1. A recording medium comprising on a base material an ink-receiving layer containing an alumina hydrate, said ink- 
receiving layer being formed by applying a coating liquid containing said alumina hydrate to said base material fol- 
lowed by drying to form a layer to be said ink-receiving layer, swelling said layer to be said ink-receiving layer again, 
and pressing the swollen layer to a heated mirror-finish drum for drying, the glossiness of the surface of said record- 

15 ing medium on the side of said ink-receiving layer as measured at 20° being 20% or more. 

2. The recording medium according to claim 1, wherein said base material comprises a surface layer containing bar- 
ium sulfate on a fibrous substrate and said ink-receiving layer is disposed on said surface layer. 

20 3. The recording medium according to claim 1 or 2, wherein said alumina hydrate has a BET specific surface area 
ranging from 100 to 160 m 2 /g. 

4. The recording medium according to claim 1 or 2, wherein said fibrous substrate has a basis weight of 150 to 180 
g/m 2 . 

25 

5. The recording medium according to claim 1 or 2, wherein said fibrous substrate has a Stokigt sizing degree of 200 
seconds or more. 

6. The recording medium according to claim 1 or 2, wherein said alumina hydrate has an aspect ratio of 1 to 4. 

30 

7. The recording medium according to claim 1 , further comprising an alumina-containing layer on the back surface of 
said recording medium opposite to the surface on which said ink-receiving-layer has been disposed. 

8. The recording medium according to claim 7, wherein said base material comprises a surface layer containing bar- 
35 ium sulfate on a fibrous substrate and said ink-receiving layer is disposed on said surface layer. 

9. The recording medium according to claim 7 or 8, wherein said alumina hydrate has an aspect ratio of 1 to 4. 

10. An image forming method, comprising applying ink to the ink-receiving layer of the recording medium as claimed 
40 in claim 1 or 7, thereby forming an image. 

11. The image forming method according to claim 10, wherein said ink is applied by an ink-jet recording system. 

12. A manufacturing process of a recording medium, comprising the steps of applying a coating liquid containing an 
45 alumina hydrate to a base material followed by drying to form a layer to be an ink-receiving layer, swelling said layer 

to be said ink-receiving layer again, and pressing the swollen layer to a heated mirror-finish drum for drying to form 
said ink-receiving layer so that the 20° glossiness of the surface of said recording medium on the side of said ink- 
receiving layer is adjusted to 20% or more. 

50 



55 
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FIG. 1 



FIG. 2 
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